90 


0 


0.0mm 
0.00in 


201.0mm 
7.91in 


0.0mm 
0.00in 


30.3mm 
1.19in 


169.1mm 
6.66in 


40.4mm 
1.59in 


29.5mm 
1.16in 


79.7mm 
3.14in 


79.7mm 
3.14in 


67.33mm 
2.651in 


67.32mm 
2.650in 


65.52mm 
2.580in 
65.99mm 
2.598in 


161.24mm 
6.348in 


166.48mm 
6.554in 


167.11mm 
6.579in 


161.18mm 
6.346in 


34.61mm 
1.363in 


29.31mm 
1.154in 


34.81mm 
1.371in 


29.16mm 
1.148in 


191.65mm 
7.545in 


5.11mm 


0.201in 
3 PL 


A 
A 


C 


D5-1 


B2-1 


4.80mm 
0.189in 


2.74mm 
0.108in 


96.6mm 
3.80in 


B 


SECTION A-A 


B5-1 


D2-1 


DETAIL B 


P01 


P12 


P01 
P21 (FLANGE) 


D4-1 


2.8mm 
R0.11in 


9.1mm 
R0.36in 


3.2mm 
R0.13in 


8.19mm 
0.322in 


DETAIL C 


C4-1 
2 PL 


D5072-1 WIPER DEFLECTOR 
NOTES: 
1 MATERIAL: KEVLAR #285/353 4H SATIN, EPOXY PREPREG, 250ºF CURE, 40% R/C 
2 MATERIAL: CARBON FIBER PREPREG, ALDILA PREPREG SYSTEM 3K2X2-FR250-204/40 T300 
3 MATERIAL: ALDILA #120 E-GLASS AR250 WITH 48% RC; 
4) FINISH: PRIMER IAW MIL-P-85582, 2-7 MIL MAX 
5) TOLERANCES: PER DART QSI 018 UNLESS OTHERWISE NOTED 
6) UNITS: INCHES UNLESS OTHERWISE NOTED 
7) BREAK SHARP EDGES: 0.005 TO 0.010 MAX 
8) IDENTIFICATION: BAG AND IDENTIFY WITH DART P/N D5072-1, AGUSTA P/N "TBD", REVISION AND BATCH NUMBER 
AS PER QSI 044 METHOD 6.7 
9) WEIGHT: 0.35 lbs (0.15 kg) 
10) PART DIMENSIONS CONTROLLED BY CAD MODEL FILE D5072-1.IGES 
11) SEE PAGE 2 FOR LAYUP SCHEDULE. MANUFACTURE IAW MPP 145. CURE 250ºF FOR 4 HOURS. 
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